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AMENDMENTS TO THE CLAIMS . 

1-15. (canceled) 
Jtf'. (currently amended) A compound of the formula (I), 




R' 



or 



where 

M is » motal of tmnoition nroup IV, v nr m nf* „ n™ r ffi n T n llu of ft p Elamo u to 
TiZrorHf. 

arc identical or different and are each a radical Si(R l \ where R 12 are identical 
different and are each a hydrogen atom or a Ci-C^-group. or R 1 is a Ci-Cm- 
group, or two or more radicals R 1 may be connected to one another in such a way 
that the radicals R 1 and the atoms of the cyclopentadienyl ring which connect 
them form a CU-Cw-ring system which may in turn be substituted, 
are identical or different and are each a radical Sifll 12 ),, where R u are identical 
different and are each a hydrogen atom or a C-CVgroup, or R 2 is a C,-Q 
group, or two or more radicals R 2 may be connected to one another in such a way 
that the radicals R 2 and the atoms of the cyclopentadienyl ring which connected 
them form a C-C 2 4-ring system which may in turn be substituted, 



or 

30" 
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R 3 ore idontioal or different and ore caoh a Q C^myl, C r Q* heteroaiyl, is 

alkylaryl, fluorinated CVCw-aryl, or fluorinated C7-C 30 -alkylaryl t 
X is a halogen atom, 
n is from 0 to 4, 
n* is from 0 to 4, 
k isl, 

B is a bridging structural element between the two cyclopentadienyl rings defined as 
M^R 14 . wherein M 5 i s carbon or silicon and R 13 and R 14 are identical or 
different and are q-C^lfri CyCt ^aivl or trimethvl rilvl , 
and 

one or both cyclopentadienyl rings are substituted in such a way that they form an 
indenyl ring. 
17-21. (canceled) 

^ (currently amended) The compound of elaim21 claim^l^ having the formula 

J* 



where 

>4 iO 



R -R are identical or different and are each a hydrogen atom or a Ci-C20-group, 
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R , R 9 are identical or different and are each a hydrogen atom, a halogen atom or a Cj- 
C 2 o-group, and two radicals R 8 or R 9 may form a monocytic or polycyclic ring 
system which may in turn be substituted, 

R 3 , M, aad X andB are as previously defined, 

and 

I, I' are identical or different and are each an integer from zero to 4. 
23-26. (canceled) 

J2< (currently mended) The compound of ekttfn-24 claim ^ wherein the indenyl rings are 
identical. 

(previously presented) The compound of claim^ wherein M is Zr, the indenyl rings are 
2-methyl-4,5-benzoindenyl or 2-methyl-indenyl and X is chlorine. 
& (previously presented) The compound of claim ^wherein the indenyl rings are 2- 
methyl-4,5-benzoindenyl. 

y£ (previously presented) The compound of claim Xwherein the indenyl rings are 2- 
methyl-indenyl. 

X- amended) The compound ofclaim^wherein R 3 is 2,1 ten butyl phonyl 2,4, 

ff-tert-butyl-phgnyl, 2,4-di-tert-pentyl-phenyl or2-isopropyl.5-methyl-phenyl 

)Z. (currently amended) The compound of claim^Twherein end R 3 is 2,4-di-tert-buryl- 
phenyl or2-isopropyl-5-methyl-phenyl. 

Al 4 

™- (currently amended) The compound of claim^f wherein B is SiR ,3 R 14 wherein R 13 and 
R 14 are identical or different and are each hydrogen or C t-Ga rhydrocorbon conta in ing 
ffeup Me or Ph . 

J* (Previously presented) The compound of claim^Twherem B is dimethylsflanedtyl. 
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/$5. (previously presented) The compound of claim>2wherein B is dimetbylsilanediyl. 

X3 2. 
(previousty presented) The compound of clai^af wherein X is chlorine. 

jrf ^currently amended) A catalyst comprising at least one compound as claimed in claim^ 

a support and r optionolly, a cocatalyst. 

J%? (currently amended) A process for preparing a polyolefin which comprises polymerizing 

an olefinic monomer in the presence of a catalyst as claimed in olflim33 claim l? 7 ^ 
J&* ^ (new) The compound of claim^#wherein the moiety MX(OR 3 ) is 

zirconium monochloride mono(2 f 4-di-tert-butylphenoxide) > 

zirconium monochloride mono(2,6-di-tert-butylphenoxide), 

zirconium monochloride mono(3,5-cU-tm-butylphenoxide), 

zirconium monochloride mcmo(2,^di-sec-butylphenoxide), 

zirconium monochloride mono(2,4-di-methylphenoxide) > 

zirconium monochloride mono(2,3-di-methylphenoxide), 

zirconium monochloride mono(2 > 5-di-methylphenoxide), 

zirconium monochloride mono(2,6-di-methylphenoxide), 

zirconium monochloride mono(3,4-di-methylphenoxide), 

zirconium monochloride mono(3>di-methylphenoxide), 

zirconium monochloride mono(2-methylphenoxide), 

zirconium monochloride mouo(3-methylphenoxide), 

zirconium monochloride mono(4-methylphenoxide), 

zirconium monochloride mono(2~ethylphenoxide), 

zirconium monochloride mono(3-ethylphenoxide), 

zirconium monochloride mono(4-etbylphenoxide), 
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zirconium monochloride mono(2-sec-butylphenoxide) l 
zirconium monochloride mono(2-tert-butylphenoxide) ) 
zirconium monochloride mono(3-tert-butylphenoxide), 
zirconium monochloride mono(4-sec-butylphenoxide) > 
zirconium monochloride mono(4-tert-butylphenoxide), 
zirconium monochloride mono(2-isopropyl-5-methyIphenoxide), 
zirconium monochloride mono^isopropyl-S-niethylphenoxide), 
zirconium monochloride mono(5-isopropyl-2-methylphenoxide), 
zirconium monochloride mono(5-isopropyl-3-methyIphenoxide) f 
zirconium monochloride mono(2,4-bis (2-methyl-2-butyl)phenoxide), 
zirconium monochloride mono(2 > 6-di-tert-butyI-4-methylphenoxide), 
zirconium monochloride mono(4-nonylphenoxide), 
zirconium monochloride mono(isopropylphenoxide), 
zirconium monochloride mono(propylphenoxide), 
zirconium monochloride mono(trimethylphenoxideX 
zirconium monochloride mono(tert-bufyl-methylphenoxide), 
zirconium monochloride mono(2-tert-butyl-4^thylphenoxide), 
zirconium monochloride mono(2 > 6-<fiisopropylphenoxide) ) 
zirconium monochloride mono(4-octylphenoxide) or 
zirconium monochloride mono(2,6-di-tert'butyl-4-ethylphenoxide). 



\new) The compound of clairn^ wherein the moiety MX(OR 3 ) is 
zirconium monochloride mono(2,4-di-teit-butylphenoxideX 





zirconium monochloride mono(2,6-di-tert-butylphenoxide), 
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zirwnium monochloride mono(3 ( 5-<ii-teft-butylphenoxide), 

zirconium monochloride mono(2 > 6-di-sec-butylphenoxide), 

zirconium monochloride mono(2,4-di-methylphenoxide) > 

zirconium monochloride mono(2,3-di-methylpheiK>xide), 

zirconium monochloride mono(2,5-di-methylphenoxide), 

zirconium monochloride mono(2,6-di-methylphenoxide), 

zirconium monochloride mono(3 > 4-di-me%lphenoxide), 

zirconium monochloride mono(3 > 5-di-methylphenoxide), 

zirconium monochloride raono(2-methylphenoxide), 

zirconium monochloride mono(3-methylphenoxide), 

zirconium monochloride mono(4-methylphenoxide), 

zirconium monochloride mono(2-ethylphenoxide), 
zirconium monochloride mono(3-ethylphenoxide), 
zirconium monochloride moDo(4-ethylphenoxide), 
zirconium monochloride mono(2-sec-butylphenoxide), 
zirconium monochloride mono(2-tert-butylphenoxide), 
zirconium monochloride mono(3-tert-butylphenoxideX 
zirconium monochloride mono(4-sec-butylphenoxide), 
zirconium monochloride mono(4-tert-butylphenoxide) > 
zirconium monochloride mono(2-isopropyI-5-methylphenoxideX 
zirconium monochloride mono(4-isppropyl-3-methylphenoxide), 
zirconium monochloride mono(5-isopropyl^methylphenoxide) t 
zirconium monochloride mono(5-isopropyI-3-methylphenoxide), 
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zirconium monochloride mono(2,4-bis (2-meihyl-2-butyl)phenoxideX 

zirconium monochloride mono(2,6^tert-butyl^methylphenoxide), 

zirconiuin monochloride mono(4-nonylphenoxide), 

zirconium monochloride mono(isopropylphenoxide) f 

zirconium monochloride mono(propylphenoxide), 

zirconium monochloride mono(trimethyIphenoxide), 

zirconium monochloride mono(tert-butyl-methy]phenoxide), 

zirconium monochloride mono(2-tert-butyl-4-ethylphenoxide), 

zirconium monochloride mono(2 > 6-diisopropylphenoxide), 

zirconium monochloride mono(4-octylphenoxide) or 

zirconium monochloride mono(2,6~di-tert-butyM-ethylphenoxide) 

,15 .1 

JX, (new) The compound of clairn^wherein the solubility of said compound of formula (I) 
measured as molar concentration in toluene at room temperature is at least doubled 
compared with the solubility of the corresponding metallocene dichloride wherein X is CI 
and OR 3 is CI. 

ya. (new) The compound of claim^Twherein the solubility of said compound of formula (I) 
measured as molar concentration in toluene at room temperature is at least doubled 
compared with the solubility of the corresponding metallocene dichloride wherein X is CI 
and OR 3 is CI. 
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